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METHOD OF FORMING A CONTACT FOR A SEMICONDUCTOR DEVICE 



BACKGROUND OF THE INVENTION 
1 . Field of the Invention 

The present invention relates generally to a method 
of fabricating a semiconductor device. More 
particularly, the present invention relates to a method 
of forming a contact for a semiconductor device, 
including a logic device and a memory device, which 
employs tungsten deposition for a tungsten plug or wiring 
structure or a tungsten damascene process. 

2 . Description of the Prior Art 

In general, when a contact hole is formed by etching 
an interlayer dielectric layer, etch source materials 
used therefor include fluorine. That is, fluorine source 
gases such as CHF 3 , CF 4 and C : F 8 have been widely used as 
contact etch source materials in most semiconductor 
devices. These materials are main etchants for etching 
a silicon oxide or silicon nitride layer used as the 
interlayer dielectric layer. In addition, these 
materials are commonly used together with a pi 
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etching process for providing a contact etch. 

Recent advances in semiconductor integrated circuits 
have made such devices finer and highly integrated, and 
consequently, it has become necessary to etch much deeper 
5 and smaller contact holes. Furthermore, for reasons of 
reduction of cost of fabrication, simultaneous etching 
of various contacts at different positions has become 
desirable, especially for contact holes having great 
differences in depth, for example, more than 7000A. 
10 Hereinafter, a conventional method for forming 

contact of a semiconductor device is described with 

reference to Fig. 1 . 

Referring to Fig. 1, a first interlayer dielectric 
layer 3 is deposited on a silicon substrate 1, and then 
15 a polysilicon pattern 5 is formed on the first interlayer 
dielectric layer 3. Next, a second interlayer dielectric 
layer 7 is deposited over the first interlayer dielectric 
layer 3 and the polysilicon pattern 5. A photoresist (not 
shown) is then formed over the second interlayer 
20 dielectric layer 7 and the layer 7 is selectively removed 
by using photolithography technology. Thereby, a 
photoresist pattern 9 is formed to define first and second 

contact holes. 

Thereafter, by utilizing the photoresist pattern 9 as 
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a mas*, the second and first interlayer dielectric layers 
7 and 3 are selectively removed. Thus the first and second 
contact holes 11a and lib are simultaneously formed, whrle 
respectively exposing portions of the polysilicon pattern 
5 5 and the silicon substrate 1 . Here the second contact hole 
lib has a depth greater than that of the first contact hole 
lla. A difference (d) in depth between the contact holes 
11a and lib may be more than 7000A. 

Due to differences in material where the contact 
10 holes are opened or in the depth of the contact holes, 
the etchant should have a sufficiently high etch 
selectivity, particularly between silicon in the 
polysilicon pattern 5 and the oxide xn the interlayer 
dielectric layers 3 and 7, so as to guarantee the desired 
15 differences in the thickness of the holes. 

However, in the convent ional method , a problem arises 
because the desxred shallow contact hole lies uncovered 
to the etchant until the deep contact hole is completely 
opened. Unfortunately, this causes variability xn the 
20 contact hole profile because the etchant reacts with th 
xnterlayer dxelectrxc layer exposed to the shall 
contact hole. In particular, such variability becomes 
much more serious near the bottom of the shallow contact 
hole when the shallow contact hole xs located on 
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poly silico„ or Silicon nrtride „.,ln, a relatively lower 
than that of the rhterlayer dielectric layer. 



etch rate 

The undesired var: 

lif ficulties xn filling the contact hole and xn 



lability of contact profile gives 



rise 



to d: 



ct-ahlP contact resistance. 
5 guaranteeing a stable conw 



SUMMARY OF THE INVENTION 



It is 



therefore an object of the present xnventxon 
10 to prov.de a method of forming a contact for a 
semiconductor devxce capable of obtaining a stable 
contact resistance by xncreasing the contact area 
between conductive material opened wxthxn a contact hole 
and the tungsten filled in the contact hole. 

Thls and other ejects are attained xn accordance 
with the present xnventxon by a method of forming a 
contact for a semiconductor devxce, the method 
comprising the steps of forming a first xnterlayer 
dielectric layer on a silicon substrate; forming a 
20 conductive material pattern on a portion of the first 
in terlayer dielectric layer; forming a second xnterlayer 
dielectric layer over the first xnterlayer dielectric 
iayer and the conductive materxal pattern; forming first 
and second contact holes by selectively removxng the 
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second and the first xnterlayer dielectric layers so as 
to respectively expose a portion cf the conductive 
materxal pattern and a portion of the silicon substrate; 
forming a glue layer over the first and the second 
5 interlayer dielectric layers including the first and the 
second contact holes, the glue layer including a CVD T iN 
layer; and filling the first and the second contact holes 
with a tungsten layer by forming the tungsten layer on 

the glue layer. 
i0 According to another aspect of the present invention, 

a method of forming a contact for a semiconductor device, 
comprises the steps of forming a first interlayer 
dielectric layer on a silicon substrate; forming a 
conductive material pattern on a portion of the first 
15 interlayer dielectric layer, wherein the conductive 
material pattern has a lower etch rate than the first 
interlayer dielectric layer; forming a second interlayer 
dielectric layer over the first interlayer dielectric 
layer and over the conductive material pattern; 
20 selectively and sequentially removing the second and the 
first interlayer dielectric layers so as to form first 
and second contact holes, wherein the second contact hole 
has a depth greater than the first contact hole, wherein 
the first contact hole exposes a portion cf the conductive 
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material pattern, and wherein the second contact hole 
exposes a portion of the silicon substrate; forming at 
least one CVD TiN layer on the first and the second 
interlayer dielectric layers including over the first 
5 and the second contact holes; and forming a tungsten layer 
on the CVD TiN layer so as to fill the first and the second 
contact holes. 
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BRIEF DESCRIPTION OF THE DRAWINGS 

pig. 1 is a cross-sectional view showing the 
configuration resulting from performing the steps of a 
conventional method of forming a contact for a 
semiconductor device . 

Fiqs. 2 to 4 are c r o s s - s e c t i ona 1 views showing the 
steps of a method of forming a contact for a semiconductor 
device according to an embodiment of the present 
invent ion. 

DETAILED DESCRIPTION OF THE INVENTION 

The present invention will be now described more fully 
hereinafter with reference to the accompanying drawings, 
in which preferred embodiments of the invention are shewn. 
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This invention may, however, be embodied in many different 
forms and should not be construed as limited to the 
embodiments set forth herein; rather, these embodiments 
are provided so that this disclosure will be thorough and 
complete, and will fuLly convey the scope of the invention 
to those skilled in the art. 

As shown in Fig. 2, a first interlayer dielectric 
layer 23 is deposited on a silicon substrate 21, and then 
a conductive material layer (not shown) is formed on the 
first interlayer dielectric layer 23. The conductive 
material layer is made of polysilicon, undoped silicon, 
doped silicon, tungsten silicide or tungsten, preferably 
having a relatively lower etch rate than that of oxide, 
boro-phosphorus silicate glass (BPSG) or spin-on-glass 
(SOG) used for the interlayer dielectric layers 23 and 
a second layer 27, as is described below. 

Next, the conductive material layer is selectively 
removed to form a conductive material pattern 25. A 
second interlayer dielectric layer 27 is deposited over 
the first interlayer dielectric layer 23 and over the 
conductive material pattern 25. Then, a photoresist (not 
shown) is formed on the second interlayer dielectric layer 
27 and layer 27 is then selectively removed by using a 
photolithography process. Thereby, the photoresist 
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pattern is formed tc define first and second contact holes. 

Thereafter, by utilizing the photoresist pattern as 
a mask, the second and first interlay er dielectric layers 
27 and 23 are selectively removed. Thus the first and 
second contact holes 2 9a and 2 9b are simultaneously 
formed, eacr. respectively e x p o sing portions of the 
conductive material pattern 2 5 and c f the silicon 
substrate 21. Here the second contact hole 29b has a depth 
greater than that of the first contact hole 29a. The 
difference ( D ) in depth between both contact holes 29a 
and 2 9b is often more than 7 COCA. 

The selective removal of the inter layer dielectric 
layers 23 and 27 is performed by a plasma etching process 
using a gas, ion or radical having a fluorine source as 
an etch source. Preferably, the gas having a fluorine 
sour ce includes CF 4 , CHF 3 , CH 2 F 2 , C. ; F, , C 2 F e or C 5 F 8 - 

A s described above in relation to the p r i o r art, the 
first contact hole 29a having a smaller depth lies 
uncovered to the etch source until the second contact 
hole 29b having a greater depth is completely opened. 
Therefore, the second i n t e r 1 a y e r dielectric layer 27 
exposed to s i d e w a 1 1 surfaces of the first contact hole 
2 9a continues to be reacted by the etch source. This 
causes variability in the contact pre- file, especially, 
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in the case where the first contact hole 2 9a, having a 
smaller depth, xs located on the conductive material 
pattern 25 havxng a relatrvely lower etch rate than that 
of the second rnterlayer dielectric layer 27 . In addition, 
5 sucn varxabilxty occurs mostly rn the conductive 
m aterral pattern 25 adjacent the bottom of the first 

contact hole 29a. 

Although the variation of contact profile xs produced, 
the present xnvention can realize a stable contact 
,0 resistance by employing a glue layer formed by means of 
a chemxcal va P or deposition (CVD) process. Referring to 
Fig. 3, a thin TxN layer 31 is formed as a preferred glue 
layer . The TiN layer 31 is conf ormally deposited on 
entire exposed surfaces of a resultant structure by the 
15 CVD process. That xs, the TiN layer 31 is deposited over 
al! of the xnner surfaces of the contact holes 29a and 
29b, on an exposed surface of the conductive material 
pattern 25 in the first contact hole 29a, and on the top 
surface of the second xnterlayer dielectric layer 27 and 
20 around the contact holes 29a and 29b. 

Preferably, the TiN layer 31 has a thickness of about 
400A or less. The CVD process for the TxN layer 31 may 
use a T DM AT , TDMET or TiCl, source, each being well known 
in the art. When a TxCl 4 source xs used, a Tx layer or 
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a TiSi; layer can be simultaneously deposited with the 
TIN layer 31. Furthermore, a plasma treatment with R F 
power under 1 kW can be performed during or after the 
deposition of the TiN layer 31, while using N : and H : 
either together or alone. 

Moreover, it is desirable that, to enhance the 
ability to fill the gap of tungsten in a subsequent 
process and also to obtain much lower resistance, the 
glue layer is constituted by a stack structure, which 
includes the TiN layer formed by the CVD process. For 
example, the stack structure is composed of Ti, PVD TiN, 
CVD TiN and W layers or Ti, CVD TiN, PVD TiN and W layers. 
Here the CVD TiN layer means a TiN layer formed by the 
CVD process, while the PVD TiN layer means a TiN layer 
formed by a physical vapor deposition ( PVD) process, in 
addition, and in order to lower contact resistance, an 
annealing process, such as rapid thermal annealing and 
tube annealing, can be performed before and after the 
deposition of the TiN layer 31. 

After the TiN layer 31 is formed as the glue layer, 
the first and second contact holes 29a and 29b are filled 
in with tungsten. As shown in Fig. 4, a tungsten layer 
33 is deposited over the second ir.terlayer dielectric 
layer 27, including over the contact holes 29a and 29b, 
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so that the contact holes 29a and 29b are completely 
filled with the tungsten layer 33. 

As fully described he r e xnbe f o r e , a method for forming 
contact of a semiconductor device according to the 
present invention has the following advantages. Since 
the glue layer, such as the CVD TiN layer, provides an 
improved step coverage for the sidewall surfaces of the 
contact holes having poor contact profile, the contact 
area between the conductive material layer and the 
tungsten layer in the contact holes can be increased. 
Accordingly, a stable contact resistance can be 
guaranteed without deviation from a desirable standard 
range, and further, open failure due to poor contact 
profile can be prevented. Furthermore, since there is 
no necessity for performing additional masking and 
etching processes to solve the problem of poor contact 
profile, the fabrication process for a semiconductor 
device can be simplified. 

In the drawings and specification, there have been 
disclosed typical preferred embodiments of the invention 
and, although specific terms are employed, they are used 
in a generic and descriptive sense only and not for purposes 
of limitation, the scope of the invention being set forth 
in, and only being limited by, the following claims. 
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